Permanent Painting

as a substitute for the yellow lakes, and this can easily
be done when these colors are mixed with constant
white. As a glazing color, it is permanent, but, like
all of the oxides of iron which contain water in combi-
nation, it must not be mixed with an organic color
such as any one of the lakes.
MAUVE AND  MAUVE  LAKE
This is a most undesirable though brilliant color,
which begins to deteriorate almost the same day that
it is applied. It is made from one of the fugitive
aniline dyes, but could be made from permanent dyes,
although there is no sample on the market which the
author has examined that is fit for the artist's palette.
In these modern days mauve lake should be replaced
by a permanent mauve which would not be difficult to
produce, and which would be as permanent as madder,
but such a pigment does not exist, to the best of the
author's knowledge.
MEGILP (Sec Copal Megilp)
MINERAL GRAY
This is a nondescript color which is made from a
solid:gray or gang rock, and tinted with the blue ot
lapis lazuli. It has very little strength or tinctorial
power. Its principal characteristic is its high price.
It can very; easily be imitated by a mixture of cheaper
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